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(57) Abstract: The invention 
relates to a protective layer for 
the protection of a component 
against corrosion and oxidation at 
elevated temperatures. Previously 
known protective layers with 
a high Al and/or Cr content, 
which are additionally reinforced 
with Re, form brittle phases 
that embrittle further during use 
due to the influence of carbon. 
The inventive protective layer 
is composed of 0.5 to 2 percent 
rhenium, 24 to 26 percent cobalt, 
15 to 21 percent chromium, 9 to 
11.5 percent aluminum, 0.05 to 
0.7 percent yttrium and/or at least 
one equivalent metal from the 
group comprising scandium and 
the rare earth elements, 0 to 1 
percent ruthenium, the remainder 
consisting of cobalt and/or nickel 
and production-related impurities. 
Said protective layer is subject to 
hardly any embrittlement resulting 
from Cr/Re precipitations. 
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(57) Zusammenfassung: Schutzschicht zum Schutz eines Bauteils gegen Korrosion und Oxidation bei hohen Temperaturen Be- 
kannte Schutzschichten rait hohem Al-und/oder Cr-GehaJt und zusatzlich verstarkt durch Re bilden Sprodphasen aus, die unter dem 
Einfluss von Kohlenstoff wahrend des Einsatzes zusatzlich versprbden. Die erfindungsgemaBe Schutzschicht hat die Zusammen- 
setzung 0^ bis 2% Rhenium, 24 bis 26% Kobalt, 15 bis 21% Chrom, 9 bis 11,5% Aluminium, 0,05 bis 0,7% Yttrium und/oder 
zumindest ein aquivalentes Metall aus der Gruppe umfassend Scandium und die Elemente der Seltenen Erden, 0 bis 1% Ruthenium, 
Rest Kobalt und/oder Nickel sowie herstellungsbedingte Verunreinigungen, und zeigt kaum eine Versprodung durch Cr/Re Aus- 
scheidungen. 



